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(54) Touch panel and display device using the same 

(57) A touch panel is fabricated by arranging a pair 
of substrates each composed of a transparent conduc- 
tive layer and a base such that the substrates are 
spaced apart and the transparent conductive layers 
face each other. In such touch panel, since the touch 
panel has at least one of the following features: 



(2) a polarized light separation layer capable of 
transmitting certain circularly polarized light is pro- 
vided in front of the transparent conductive layer of 
the substrate for touch input, the visibility of the 
touch panel and that of an image displayed on a liq- 
uid crystal display device using the same is 
improved. 



(1 ) at least one of the substrates is light-scatterable; 
and 
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Description 

FIELD OF THE INVENTION 

[0001] The present invention relates to a touch panel (pressure-sensitive input device), and to a liquid crystal dis- 
play device in which the front surface (the viewing-side) of the liquid crystal display unit is provided with the touch panel. 

BACKGROUND OF THE INVENTION 

[0002] Liquid crystal display units have broadly been used as displays of such electric appliances as personal com- 
puters, word processors, liquid crystal televisions, clocks, and calculators. Since the liquid crystal itself is not luminous, 
liquid crystal displays other than those of devices of low luminacne (e.g., clocks, calculators) require the use of a back- 
light for illuminating a liquid crystal display from its reverse side. 

[0003] Recently, infrastructure provisioning for information communication such the internet, and the networking of 
information by interconnecting computers and data communication equipment have been progressing. For utilizing 
such networks efficiently, hand-held terminals such as PDA (Personal Digital Assistance) are under further develop- 
ment. Moreover, thinner and lighter mobile computers as substitutes for notebook computers have been under devel- 
opment. 

[0004] Since these devices need to be portable, prolongation of battery survival time and downsizing of data com- 
munication equipment are both required. Accordingly, displays for these hand-held data communication terminals are 
also required to be thinner, lighter, and less electric power consuming. Particularly, for making displays less power-con- 
suming, as substitutes for conventional units utilizing a backlight (e.g., transmission-mode liquid crystal display units), 
there have been proposed units which utilize natural light, exterior light, or an exterior electric light for illuminating their 
displays. Of these, the most promising type of display is a reflection -type liquid crystal display unit or a reflection -trans- 
mission-type liquid crystal display unit. In particular, for keeping up with the diversification of information accompanying 
advancements in multi-media, there have been desired inexpensive reflection-mode liquid crystal display units or reflec- 
tion-transmission-mode liquid crystal display units capable of displaying images in color and with extended definition 
(high-definition display). Incidentally, for cases where sufficient brightness cannot be obtained because of natural light, 
exterior light, or a front light being feeble, liquid crystal display devices equipped with a front light for temporally (for a 
short period of time) compensating the insufficiency of brightness were developed. Such front light for temporal use is 
capable of not only illuminating the display screen of a liquid crystal display device from its side but uniformly scattering 
the light over the entire screen. 

[0005] Of the liquid crystal display units, although a variety of units such as those of TN type (twisted nematic type) 
or of STN type (super twisted nematic type) are known as reflection-mode liquid crystal display units constituting reflec- 
tion-mode liquid crystal display devices, units of the type that utilize a polarizing plate (a liquid crystal display unit with 
a single polarizing plate) are advantageous. 

[0006] Particularly, a liquid crystal display unit of R-OCB mode, which is a display unit having a hybrid aligned 
nematic (HAN) liquid crystal layer, shows such excellent characteristics as low voltage, broader field of view, high-speed 
response, medium color tone display, and high contrast. Further, in a liquid crystal display unit of the single polarizing 
plate type having a base vertically aligned such as to have a certain tilting angle in a predetermined direction [Japanese 
Patent Application Laid-Open No. 337421/1994 (JP-6-A-337421)], its viewing angle dependency typified by low con- 
trast or reversal of displayed images observed when looked from a diagonal direction is improved. 
[0007] Moreover, generally known as the reflection-type liquid crystal display units are those of the simple matrix 
type or of the active matrix type typified by TFT (thin film transistor) liquid crystal display units in which, for presenting 
finer images, all pigments are individually controlled. Fabrication of a TFT liquid crystal display requires the use of a liq- 
uid crystal display unit whose base is made of glass, for it is necessary to provide several hundred thousands or more 
of transistors on the base. In contrast, a super twisted nematic (STN) liquid crystal display unit can be manufactured at 
low cost, not only because images are displayed utilizing a simple matrix support (substrate) with bar-like electrodes 
but also a plastic base can be used as the support for the electrodes. 

[0008] For making the display brighter, the reflection-type liquid crystal display unit is constructed such that light 
impinging on a liquid crystal layer (e.g., natural light, exterior light, light from a front light) is efficiently taken thereinto 
and then reflected by a light- reflective back plate (back electrode) or backside light reflector. Moreover, the surface of 
the light-reflective back plate (e.g., light reflective back electrode) or that of the backside reflector (a reflector constituted 
of a support, a back electrode on the support, and a rough-surfaced light reflector laminated on the other side of the 
support) is roughed such as to be uneven, so that it reflects and scatters the incident light to an extent not impairing the 
visibility. 

[0009] In the specification of Japanese Patent Application Laid-Open No. 228887/1988 (JP-A-63-228887)) or at the 
Photofabrication symposium 1992 held by Japanese Society of Printing Science and Technology, there were presented 
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basic production techniques used in producing reflection -type liquid crystal display units, and a liquid crystal display unit 
utilizing a surface- roughed thin metal film as a bottom electrode whereby to prevent the occurrence of total internal 
reflection (mirror reflection) and broaden the field of view of the display surface. However, such surface -roughing 
requires the utilization of high technologies, raising the production cost. 
5 [001 0] Incidentally, in Japanese Patent Application Laid-Open No. 1 771 06/1 998 (JP-A-1 0-1 771 06) is recited a mir- 
ror reflection-preventing technique comprised of forming a resist film on a reflector, patterning, and deforming the resist 
to provide specific convexes and concaves on the reflector. 

[0011] Moreover, proposed as a substitute for the above-described technique of scattering light with a reflective 
electrode or a reflector is a technique of forming a light-scattering layer within a liquid crystal display unit. For example, 

io as a technique of providing a light-scattering layer on the inner side of a support of a plate electrode, i.e., within a liquid 
crystal cell, there have been proposed; a process in which a liquid crystal layer is made so as be a dispersed system 
within which both a liquid crystal and a polymer are dispersed (Japanese Patent Application Laid-Open No. 
258624/1994 (JP-A-6-258624); a process in which a transparent resin layer within which particulates are dispersed 
(light-scattering layer) is provided on the liquid crystal side of a plate electrode (Japanese Patent Application Laid-Open 

15 No. 98452/1995 (JP-A-7-98452)); and a process in which a light-scattering layer of a random-aligned liquid crystalline 
polymer is provided between a support having a transparent electrode and a liquid crystal layer (Japanese Patent Appli- 
cation Laid-Open No. 318926/1995 (JP-A- 7-31 8926)). On the other hand, as a process of forming a light-scattering 
layer on the outside of a support of a plate electrode, i.e., outside of a liquid crystal cell, there has been proposed a 
process in which a light-scattering layer within which two or more resins having different refraction indexes are dis- 

20 persed in a state of phase separation is formed on a polarizing film laminated on the outside of a plate electrode (Jap- 
anese Patent Application Laid-Open No. 261171/1995 (JP-A-7-261 171). 

[0012] As the reflection-transmission-type liquid crystal display unit, there is known one with a partly transparent 
reflecting electrode, and one with a half-mirrored reflecting electrode. These reflection -transmission-type liquid crystal 
display units are not only capable of reflecting incident light entered through the front surface but also transmittable of, 
25 from the back surface to the front surface, light from a backlight attached to the unit. These units are available for both 
outdoor and indoor uses. 

[0013] Incidentally, regarding the reflection- or reflection-transmission-type liquid crystal display unit, for cases 
where natural light, exterior light, or a front light is so feeble that sufficient brightness cannot be obtained, liquid crystal 
display devices equipped with a front light for temporally (for a short period of time) compensating the insufficiency of 
30 brightness were developed. Such front light is not only capable of illuminating the display surface of a liquid crystal dis- 
play unit from its side but scattering the light over the entire surface uniformly. 

[0014] As the transmission-type liquid crystal display unit, besides typical TN (twist nematic) display units with two 
polarizing plates, there have been known, as mentioned when referring to the reflection -type liquid crystal display unit, 
STN (super twisted nematic) display units and TFT display units. In Japanese Patent Application Laid-Open No. 
35 133810/1997 (JP-A-9-1 33810) is disclosed a transmission-type liquid crystal display unit in which a circularly polarized 
light dichroic optical element constituted of a solidified layer of a Grandjean-aligned cholesteric liquid crystal is fixed on 
the bottom surface of a backlight system. 

[001 5] The front surfaces (image display surface, that is to say, the viewing-side surface) of theses liquid crystal dis- 
play units (e.g., reflection-type liquid crystal display units, reflection-transmission -type liquid crystal display units) are in 
40 many cases provided with a touch panel as an input device. The touch panel is, different from non-transparent input 
devices such as keyboards, is usually provided on a display unit. Since the touch panel has a position-detecting function 
(pointing function), it is possible to use entire screen of the touch panel as an assembly of input keys by utilizing a pro- 
gram under which, in combination with icons displayed on the surface of the liquid crystal display, keys are set on the 
screen of the touch panel. This enables operators to interactively work with computers and input data by directly touch- 
es ing on the display screen or with a pen. 

[0016] There have been known touch panels of optical type, ultrasonic wave type, electrostatic capacitance type, 
and of resistant layer type. Of these, in view of adaptability to reflection -type liquid crystal display units and reflection- 
transmission-type liquid crystal display units, thinner and lighter-weight touch panel of low electric power consumption 
are advantageous, and those generally employed are touch panels of resistant layer type. Particularly, the reflection- 
so type liquid crystal unit is, for being suitable as a display unit for a hand-held terminal such as a mobile data communi- 
cation tool for outdoor use, required to be of light-weight and low-power consumption. 

[0017] As to the touch panels of resistant layer type, there have been known analog touch panels that detect the 
coordinates of a position by mainly utilizing a potential gradient generated upon application of a voltage to a resistant 
layer, and digital matrix-type touch panels in which each of a front base on the viewing-side and a back base on the 
55 reverse side is provided with a set of electrodes arrayed in stripes, the sets of electrodes of the front and back bases 
being arranged in orthogonal relation. From the viewpoint of simplicity in structure and uniformity in light transmittance, 
the reflection- type liquid crystal display unit adopts an analog touch panel. 

[0018] In the resistant layer-type touch panel, its base is a plate of glass or a film (e.g., a plastic film). When both a 
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front base and a back base are used, combination examples of the materials thereof (material of front base/material of 
back base) are: film/film, film/glass, and glass/glass. Although the materials of the bases (or plate or support) used in a 
liquid crystal display are a combination of a film and glass, a combination of films are employed when priority is given 
to the light -weightness of the panel, and a combination of glass and glass when priority is given to the strength and 
5 transparency. 

[0019] However, when fabricating a touch panel, regardless of being analog or of digital matrix-type, or of its base 
material combination, it is necessary to form a pair of transparent conductive thin film layers facing each other. So that 
the interfaces between the transparent conductive layers and air reflect light, the transparency of the touch panel is 
degraded and the touch panel seems to be yellowish. In addition, light reflected by the touch panel (e.g., light reflected 

10 at the surface of the touch panel, light reflected at the interface between a transparent conductive layer and air) lowers 
the degree of visibility of images down to an insufficient level. For example, the display surface will glare unless the 
amount of light to be mirror-reflected is reduced, and the sharpness of an image becomes poor (in other words, the 
image is blurred) as a result of double-or multiple-imaging caused by reflected light that forms the same image as that 
displayed on the liquid crystal display surface. 

75 [0020] In Japanese Patent Application Laid-Open No. 127822/1993 (JP-A-5-1 27822), in order to improve the visi- 
bility, an input-side base of a touch panel is laminated with a phase-contrast plate and a polarizing plate in this order, 
and the touch panel thus fabricated is mounted on a liquid crystal display unit. In this device, incident light from outside 
is linearly polarized by the polarizing plate and then converted to circularly-polarized light by the phase-contrast plate. 
Even if this circularly-polarized light is reflected at the surface of the liquid crystal display unit, the light cannot pass 

20 through the polarizing plate, because the phase of the light has been twisted (or deflected) by 90° when linearly polar- 
ized by the phase-contrast plate. As a result, the light reflected at the surface of the liquid crystal display unit cannot 
escape through the surface, and the picture or image quality of the liquid crystal display device is improved. Further, 
there has been proposed a technique of improving the visibility and the picture quality of the transmission -type liquid 
crystal display device by, in the case of a device being a combination of a transmission-type liquid crystal display device 

25 and a touch panel mounted on the front surface of the liquid crystal display device, providing a sheet laminated with a 
polarizing plate and a phase-contrast plate on the touch panel. In such device, light enters the touch panel after being 
circularly polarized, and the light reflected by the touch panel is absorbed by the laminated sheet. As a result, the 
degree of reflection becomes lower, leading to improved picture or image quality. The technique disclosed by Japanese 
Patent Application Laid-Open No. 142836/1999 (JP-A-1 1-142836) is a further evolved version of the above-described 

30 technique, in which the visibility of a reflection-type liquid crystal color display unit (unit with a single polarizing plate) is 
improved by using a specific phase-contrast plate, which is for having circularly polarized light enter a liquid crystal 
layer, in combination with a polarizing plate. In this technique, however, as the touch panel is repeatedly used, the polar- 
izing plate and the phase-contrast plate get damaged and the picture quality is deteriorated. In addition, the use of a 
plurality (2 to 3) of phase -contrast plates different in retardation is required for realizing favorable circular polarization 

35 over the range of wavelengths of visible radiation. In these devices, the polarizing plate absorbs light reflected by the 
touch panel and prevents the glare of the display surface, but has drawbacks of impairing the brightness of the display 
surface and consequently lowering the luminance of the touch panel. 

SUMMARY OF THE INVENTION 

40 

[0021] Thus, an object of the present invention is to provide a touch panel excellent in the visibility of displayed 
images, and a liquid crystal display device using the touch panel (particularly, a liquid crystal display device comprising 
a reflection-type liquid crystal display unit or a reflection-transmission-type liquid crystal display unit). 
[0022] Another object of the present invention is to provide a touch panel capable of improving the brightness of 
45 displayed images and sharpness or antidazzle properties, or preventing the double (or multiple)-image formation, and 
a liquid crystal display device using the touch panel. 

[0023] Still another object of the present invention is to provide a touch panel the image quality of which is not 
degraded even if the panel is repeatedly used, and a liquid crystal display device using the touch panel. 
[0024] Another object of the present invention is to provide a thin liquid crystal display device excellent in visibility. 
so [0025] The inventors of the present invention made intensive studies to achieve the above objects, and found that 
the visibility of a touch panel can be improved by rendering the touch panel light-scatterable, or providing a polarized 
light separation layer transmittable of circularly polarized light of certain handedness. The present invention was accom- 
plished based on the above findings. 

[0026] That is, the touch panel of the present invention is a touch panel comprising a pair of substrates (plates) 
55 each composed of, at least, a transparent conductive layer and a base, and the pair of substrates (plates) are arranged 
such that the substrates (plates) are spaced apart and the transparent conductive layers face each other. The touch 
panel of the present invention has at least one feature selected from those listed below. 
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(1) At least one of the substrates (plates) is light-scatterable. 

(2) A polarized light separation layer capable of transmitting circularly polarized light of certain handedness is pro- 
vided in front of the transparent conductive layer of the substrate for touch input (input-side substrate). 

5 [0027] The substrate may have a light-scattering layer. The base may solely be constituted of a light-scattering 
layer, or may be a laminate of a tight-scattering layer and a base sheet. The substrate may be laminated with a sheet 
having a light-scattering layer. Moreover, the light-scattering layer may be provided on the input-side base (the base of 
the input-side substrate) or polarized light separation layer. The light-scattering layer may be positioned in front of the 
polarized light separation layer. The light-scatterable (or -scattering) substrate (plates) may be capable of orienting light 

w such that light is scattered at a scattering angle of 3 to 60°. The polarized light separation layer may comprise a chol- 
esteric liquid crystal phase, or it may be a layer capable of selectively reflecting circularly polarized light of wavelength 
300 to 900 nm. On an element or member posterior to the polarized light separation layer (e.g., posterior to the trans- 
parent conductive layer of the non-input-side base (the base of the opposite substrate)) may be formed a phase-con- 
trast layer. The phase-contrast layer may be a laminate comprised of a layer producing a phase difference of 1 00 to 200 

15 nm, and a layer producing a phase difference of 200 to 400 nm. 

[0028] The light-scattering layer comprises at least a resin component, and may comprise a plurality of components 
having different indexes of refraction. The light-scattering layer may have a phase-separated structure (morphology). 
The difference in index of refraction between the plurality of components may be about 0.01 to 0.2. The light-scattering 
layer may have an isotropic bicontinous phase structure. Further, the light-scattering layer may have a particulates-dis- 

20 persed structure, in which a component in the form of particulates (a resin in the form of particulates, an inorganic sub- 
stance in the form of particulates) is dispersed in a transparent base resin, the particulates having an index of refraction 
different from that of the transparent base resin. A layer having the above-mentioned particulates-dispersed structure 
may be formed by a film forming process using a molten thermoplastic transparent base resin containing the particulate 
component. 

25 [0029] The present invention includes a liquid crystal display device comprised of a liquid crystal display unit and 
the touch panel mounted on the front surface of the display unit. Incidentally, in the case of the above-mentioned touch 
panel with a phase contrast- or phase difference-producing layer, the touch panel can be used in combination with a 
liquid crystal display unit of which the surface is provided with a polarizing plate via a phase-contrast plate. 
[0030] Incidentally, in the specification of the present invention, the term "substrate (plate)" refers not only to a lam- 

30 inate (lamination) composed of a base and a transparent conductive layer but also to a laminate composed of the base, 
the transparent conductive layer, and a light-scattering sheet and/or a polarized light separation layer. 

BRIEF DESCRIPTION OF THE DRAWINGS 

35 [0031] Figures 3, 6, 15, and 16 are schematic sectional views each illustrating one embodiment of the touch panel 
of the present invention. 

[0032] Figure 5 is a schematic sectional view illustrating the touch panel of Example 2. Figure 7 is a schematic sec- 
tional view showing the touch panel of Example 4. Figure 8 is a schematic sectional view illustrating the touch panel of 
Example 5. Figure 20 is a schematic sectional view illustrating the touch panel of Example 10. Figure 4 is schematic 
40 sectional view illustrating the touch panel of Comparative Example 1 . Figure 9 is a schematic sectional view illustrating 
the touch panel of Comparative Example 2. Figure 19 is a schematic sectional view illustrating the touch panel of Com- 
parative Example 4. 

[0033] Figures 2, 17, and 18 are schematic sectional views each illustrating one embodiment of the liquid crystal 
display device of the present invention. 

45 [0034] Figure 10 is a schematic sectional view illustrating the liquid crystal display device of Example 6. Figure 12 
is a schematic sectional view illustrating the liquid crystal display device of Example 7. Figure 21 is a schematic sec- 
tional view illustrating the liquid crystal display device of Example 1 1 . Figure 23 is a schematic sectional view illustrating 
the liquid crystal display device of Example 12. Figure 1 1 is a schematic sectional view illustrating the liquid crystal dis- 
play device of Comparative Example 3. Figure 22 is a schematic sectional view illustrating the liquid crystal display 

so device of Comparative Example 5. 

[0035] Figure 13 is a schematic perspective view illustrating one embodiment of the substrate. Figure 14 is a sche- 
matic perspective view illustrating another embodiment of the substrate. Figure 1 is a schematic sectional view illustrat- 
ing the directivity of the sheet. 

55 
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DETAILED DESCRIPTION OF THE INVENTION 
[Touch Panel] 

5 [0036] The touch panel is fabricated by arranging a pair of substrates each composed of, at least, a transparent 
conductive layer and a base such that the substrates are spaced apart and the transparent conductive layers face each 
other (usually, a spacer therebetween). The touch panel has at least one feature selected from those listed below. 

(1) At least one of the substrates is light-scatterable. 
10 (2) A polarized light separation layer capable of transmitting circularly polarized light of certain handedness is pro- 
vided in front of the transparent conductive layer of the input-side substrate for touch input. 

[0037] With such features, the visibility of the touch panel is remarkably improved. Particularly, a light-scatterable 
(or -scattering) substrate can prevent the occurrence of mirror reflection, and suitably scatters reflected light. Moreover, 

15 in the case of a liquid crystal display device composed of a touch panel provided with a polarized light separation layer 
(that is, a polarized light separation layer which transmits circularly polarized light of certain handedness and reflects 
circularly polarized light of the opposite handedness) and a liquid crystal display unit, even if circularly polarized light 
transmitted through the polarized light separation layer is mirror- reflected at the front surface of the liquid crystal display 
unit, most of the reflected light is re-reflected at the polarized light separation layer, so that the occurrence of double- 

20 imaging is highly prevented. If the transmitted light was reflected at the back surface of the liquid crystal display unit, the 
reflected light will be converted by the liquid crystal into light capable of passing through the polarized light separation 
layer to form an image. 

[0038] Hereinafter, these touch panels will be described in further detail with reference to the attached drawings. 

[0039] Figures 3 and 6 are schematic sectional views each showing one embodiment of the touch panel of the 
25 present invention. These are embodiments of the touch panel having feature (1 ). 

[0040] In the embodiment of Figure 3, substrates (5a, 5b) composed of light-scattering layers (3a, 3b) as.bases and 

thin-film layers (4a, 4b) of indium tin oxide (ITO) as transparent conductive layers are arranged such that the thin-film 

layers 4a and 4b face each other with a spacer 6 therebetween for keeping the substrates spaced apart. 

[0041] In Figure 6, bases are composed of light-scattering layers (3c, 3d) and base sheets (16c, 16d). Substrates 
30 5e and 5f composed, of theses bases and ITO thin-film layers (4a, 4b) as transparent conductive layers are arranged 

such that the thin-film layers 4a and 4b face each other with a spacer 6 therebetween. 

[0042] In these touch panels, the front side (input-side) light-scatterable substrate is capable of scattering reflected 
light efficiently, because, before reaching the back side substrate, light entered the panel through the front surface is 
inhibited from being mirror- reflected at the interfaces between the transparent conductive layers and a layer of air. More- 
35 over, the back side (non-input side) light-scatterable substrate, when the touch panel is mounted on the liquid crystal 
display unit that will later be described, scatters light reflected by the display unit. 

[0043] In an embodiment of the touch panel having feature (2), in the pair of substrates constituting the touch panel 
(one is an input-side substrate for touch input, and the other is a non-input-side substrate), the input-side substrate is 
provided with a polarized light separation layer capable of transmitting circularly polarized light of certain handedness 

40 such that the polarized light separation layer is located in front of the transparent conductive layer of the input-side sub- 
strate. Incidentally, in the case where a polarized light separation layer is provided, the term "substrate" should some- 
times be construed as encompassing a substrate comprising the polarized light separation layer. 
[0044] Such touch panel includes: (A) a touch panel provided with the above-described polarized light separation 
layer (hereinafter, referred to as a circularly polarized light transmission-type touch panel); (B) a touch panel using a 

45 combination of the above-described polarized light separation layer and a phase-contrast layer for converting light from 
the polarized light separation layer into linearly polarized light (hereinafter, referred to as a linearly polarized light trans- 
mission-type touch panel); and others. As will be described below, the circularly polarized light transmissi on -type touch 
panel can be used in combination with a liquid crystal display unit provided with either a phase-contrast plate or a polar- 
izing plate (or neither a phase-contrast plate nor a polarizing plate) to constitute a liquid crystal display device. A liquid 

so crystal display unit to be used in combination with the linearly polarized light transmission-type touch panel is not 
restricted to a display unit of the type provided with either a phase-contrast plate or a polarizing plate (or neither a 
phase-contrast plate nor a polarizing plate), and any liquid crystal display unit can be used in combination with the touch 
panel to constitute a liquid crystal display device. 

[0045] Figure 15 is a schematic sectional view showing one embodiment of the circularly polarized light transmis- 
55 sion-type touch panel. In this embodiment, the touch panel is composed of: a plastic base 1 6e (input-side base); a plas- 
tic base 1 6f (non-input-side base) opposed to and spaced apart from the base 1 6e; and a spacer 6 for separating these 
bases. Of the surfaces of the bases 16e and 16f, the surfaces in face-to-face relation are provided with thin film layers 
4a and 4b of indium tin oxide (ITO) as transparent conductive layers. The front surface of the input-side plastic base 1 6e 
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is provided with a polarized light separation layer 33 (e.g., a circularly polarized light dichroic optical element). In this 
case, it can be said that the input-side substrate is composed of the base 1 6e, the thin film layer 4a, and the polarized 
light separation layer 33, and that the non-input-side substrate is composed of the base 1 6f and the thin film layer 4b. 
[0046] In such touch panel, of rays of light (natural light) entered through the input-side surface (input screen) of the 

5 touch panel, circularly polarized light of a certain handedness (e.g., left circularly polarized light) is reflected at the 
polarized light separation layer 33, and circularly polarized light of the opposite handedness (e.g., right circularly polar- 
ized light) passes through the polarized light separation layer 33. If the circularly polarized light of a certain handedness 
which selectively passed through the polarized light separation layer was reflected at the interfaces between backward 
elements (or members) (e.g., the interface between the transparent conductive thin film layer 4a on the input side and 

10 air; the interface between the input-side transparent conductive layer 4b and air; the interface between the non-input- 
side transparent conductive layer 4b and the base 1 6f), most (or all) of the reflected light will be re-reflected at the polar- 
ized light separation layer, for the handedness of the circularly polarized light has been reversed (e.g., to left circularly 
polarized light) when reflected. Therefore, the reflected light is prevented from escaping through the input screen of the 
touch panel, and double-imaging or glare is highly prevented. This leads to an improvement of the visibility of the touch 

is panel. 

[0047] As the circularly polarized light dichroic optical element constituting the polarized light separation layer, for 
example, a layer having a cholesteric liquid crystal phase and capable of reflecting circularly polarized light of the same 
handedness as that of the liquid crystal phase may be used. An example of such layer is a layer of a liquid crystal pol- 
ymer (poly(meth)acrylic acid ester-series polymer) disclosed by Japanese Patent Application Laid-Open No. 

20 133810/1997 (JP-A-9-133810), the liquid crystal polymer layer having a Grandjean-aligned cholesteric liquid crystal 
phase. Grandjean-aligned cellulose-series cholesteric liquid crystal phases are also exemplified. 
[0048] By using a combination of liquid crystal polymer layers having different selective reflection wavelengths (e.g., 
a combination of three layers that selectively reflect rays in red, green and blue regions), the polarized light separation 
layer can be made so as to be capable of selectively reflecting visible rays (circularly polarized light) covering the whole 

25 region (e.g., about 300 to 900 nm). 

[0049] Figure 16 is a schematic sectional view showing one embodiment of the linearly polarized light transmission- 
type touch panel. The touch panel is configured by providing the touch panel 1 i of Figure 15 with a phase-contrast layer 
34 (1/4 wave plate) such that the layer 34 is located posterior to the non-input-side base 1 6f of the panel 1 i. With such 
phase-contrast layer 34 positioned posterior to the polarized light separation layer 33 (circularly polarized light dichroic 

30 optical element), circularly polarized light passed through the polarized light separation layer 33 is converted into line- 
arly polarized light. Therefore, as will later be described, this touch panel can be used in combination with a liquid crys- 
tal display unit (e.g., reflection-type liquid crystal display unit) having a polarizing plate on its front surface, constituting 
a liquid crystal display device with excellent image sharpness and improved visibility as a result of prevention of multi- 
ple-imaging and glare. 

35 [0050] The phase -contrast layer is not restricted to the 1/4 wave plate, and need only be a layer capable of convert- 
ing circularly polarized light into linearly polarized light. For example, the phase-contrast layer may be a laminate com- 
posed of a layer producing a phase difference of 50 to 200 nm (preferably, 100 to 200 nm) and a layer producing a 
phase difference of 100 to 500 nm (preferably, 200 to 400 nm). Of these, such a laminate as that described above can 
convert circularly polarized light of almost all wavelengths into linearly polarized light provided that the light is a visible 

40 ray. Preferred as the phase-contrast layer is a laminate composed of a layer producing a phase difference of 1 00 to 200 
nm and a layer producing a phase difference of 200 to 400 nm. 

[0051] The phase difference (R: retardation) can be determined utilizing the following formula: 

R = An x d 

45 

wherein An represents the birefringence of a layer, and d represents the thickness of the layer. 
[0052] In these touch panels (e.g., circularly polarized light transmission-type touch panel, linearly polarized light 
transmission-type touch panel), the polarized light separation layer need only be provided in front of the input-side 
transparent conductive layer 4a. For example, the polarized light separation layer may be positioned between the input- 
so side transparent conductive layer 4a and the base 16e. 

[0053] Moreover, the phase-contrast layer is provided on an element or member posterior to the non-input-side 
transparent conductive layer. Providing one of the bases with the polarized light separation layer and the other with the 
phase-contrast layer makes the fabrication of the touch panel easier. Moreover, the phase-contrast layer can be a sub- 
stitute for the non-input-side base 16f. 

55 

(Light Scattering layer) 

[0054] In the touch panel of the present invention, at least one of the pair of substrates (plates) constituting the 
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touch panel may be light-scatterable. The substrate may be made light-scatterable by being provided with a light-scat- 
tering layer. For example, the base may be a sheet having light-scattering properties (e.g., a sheet solely constituted of 
a light scattering layer, a light-scattering sheet being a laminate of a light-scattering layer and a base sheet), and on the 
base may be laminated the light-scattering sheet. The light-scattering layer need only be formed at least one side of the 

5 substrate. For example, the light-scattering layer may be laminated on the other surface where no transparent conduc- 
tive layer as an electrode or a resistant layer is formed. Such light-scattering or -scatterable substrate scatters reflected 
light, reducing the amount of light to be mirror- reflected. This as a result prevents the occurrence of the dazzle (or glare) 
of the panel surface caused by mirror-reflected incident light In addition, so that the light-scatterable (or -scattering) 
substrate is capable of scattering reflected light at a wide scattering angle, brightness of the panel as a whole is 

10 improved. 

[0055] In the case of the touch panel (2), although there is no need for the polarized light separation layer to be 
used in combination with the light-scattering sheet, when used in combination with the light-scattering layer, circularly 
polarized light reflected at the separation layer is suitably scattered by the sheet, so that the visibility is further imp roved. 
Also, instead of utilizing the light-scattering sheet, the input screen may be made uneven. 

[0056] In the case where the polarized light separation layer and the light-scattering sheet are used in combination, 
the light-scattering layer may be provided on the input screen of the touch panel. For example, the light-scattering sheet 
may be provided on the input-side base or the polarized light separation layer. It is preferred that the light-scattering 
sheet is provided in front of the polarized light separation layer. For example, if the polarized light separation layer is 
formed on the front surface of the input-side base, the light-scattering sheet is positioned in front of the polarized light 
separation layer, i.e., nearer to the input screen. If the polarized light separation layer is provided on the reverse side of 
the input-side base, it is. possible to provide the light-scattering layer on the front surface of the input-side base or 
between the input-side base and the polarized light separation layer. In the latter case, as in the case of the touch panel 
with feature (1). the light-scattering sheet may be provided (laminated) on the input-side base, or the light-scattering 
sheet itself (a sheet solely consisting of a light-scattering layer, or a laminate composed of a light-scattering layer and 
25 a base sheet) may constitute the input-side base. 

[0057] In the touch panel of the present invention, the light-scattering layer comprises a plurality of components 
(solid components such as resin component and inorganic component) having different indexes of refraction and usu- 
ally has a phase-separated structure. So that the light-scattering layer has a phase-separated structure, incident light 
is prevented from being scattered backward (the direction opposite to the direction in which the incident light travels) 
30 (backward scattering), and scattered in the direction of travel (forward scattering) 

[0058] The difference in index of refraction is not particularly restricted, but at least two of all the components form- 
ing a phase-separated structure may be different in index of refraction by about 0.01 to 0.2, preferably by about 0.1 to 
0.15. 
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[0059] Exemplified as the resin component are styrenic resins, (meth)acrylic resins, vinyl ester-series resins, vinyl 
ether-series resins, halogen-containing resins, olefinic resins, polycarbonate-series resins, polyester-series resins, 
polyamide-series resins, thermoplastic polyurethane resins, polysutfone-series resins [homopolymers of sulfones such 
as dihalodiphenylsulfone (polyethersulfone), copolymers of the sulfones and aromatic diols such as bisphenol A (e.g 
polysulfones)], polyphenylene ether-series resins (e.g., polymers of phenols, such as 2,6-xylenol), cellulose derivatives 
(e.g., cellulose esters, cellulose carbamates, cellulose ethers), silicone-series resins (e.g., polydimethylsiioxane, 
polymethylphenylsiloxane), and rubbers or elastomers (e.g., diene-series rubbers such as polybutadiene and polyiso- 
prene, styrene-butadiene copolymer, acrylonithle-butadiene copolymer, acrylic rubber, urethane rubber, silicone rub- 
ber). 

[0060] Included among the styrenic resins are homo- or copolymers of styrenic monomers (e.g., polystyrene, sty- 
rene-a-methylstyrene copolymer, styrene-vinyltoluene copolymer), and copolymers of a styrenic monomer and another 
polymerizable monomer [e.g., (meth)acrylic monomers, maleic anhydride, maleimide-series monomers, dienes). 
Examples of the styrenic copolymers are styrene-acrylonitrile copolymer (AS resin), copolymers of styrene and a 
(meth)acrylic monomer [e.g., styrene-methyl methacrylate copolymer, styrene-methyl methacrylate-(meth)acrylic acid 
ester copolymers, styrene-methyl methacrylate-(meth)acrylic acid copolymers], and styrene-maleic anhydride copoly- 
mer. Included among the preferred styrenic resins are polystyrenes, copolymers of styrene and a (meth)acrylic mono- 
mer (e.g., copolymers the main components of which are styrene and methyl methacrylate, such as styrene-methyl 
methacrylate copolymer), AS resin, and styrene-butadiene copolymer. 

[0061] Exemplified as the (meth)acrylic resins are homo-or copolymers of (meth)acrylic monomers, and copoly- 
mers of a (meth)acrylic monomer and copolymerizable monomer. Examples of the (meth)acrylic monomers are C, 
10 alkyl (meth)acrylates such as methyl (meth)acrylate, ethyl (meth)acrylate, butyl (meth)acrylate, t-butyl (meth)acrylate 
hexyl (meth)acrylate, and 2-ethylhexyl (meth)acrylate; aryl (meth)acrylates such as phenyl (meth)acrylate; hydroxyalky'l 
(meth)acrylates such as hydroxyethyl (meth)acrylate and hydroxypropyl (meth)acrylate; glycidyl (meth)acrylates; N.N- 
dialkylaminoalkyl (meth)acrylates; and (meth)acrylonitrile. Exemplified as the copolymerizable monomers are the 
above-mentioned styrenic monomers, vinyl ester-series monomers, maleic anhydride, maleic acid, and fumaric acid. 
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These monomers can be used either singly or in combination. 

[0062] Exemplified as the (meth)acrylic resins are poly(meth)acrylates such as polymethyl methacrylate; methyl 
methacryla:e-(meth)acrylic acid copolymer; methyl methacrylate-acrylate-(meth)acrylic acid copolymers; methyl meth- 
acrylate-{meth)acryiate copolymers; and (meth)acrylic acid ester-styrene copolymers (e.g., MS resin). Included among 

5 the preferred (meth) acrylic resins are polyC^alkyl (meth)acrylates such as polymethyl (meth)acrylate. 

[0063] Exemplified as the vinyl ester-series resins are homo- or copolymers of vinyl ester-series monomers (e.g., 
polyvinyl acetate, polyvinyl propionate); and copolymers of a vinyl ester-series monomer and a copolymerizable mon- 
omer (e.g., vinyl acetate-vinyl chloride copolymer, vinyl acetate- (meth) aery lie acid ester copolymer) and derivatives 
thereof. Included among the derivatives of the vinyl ester-series resins are polyvinyl alcohol, ethylene-vinyl alcohol 

10 copolymer and polyvinyl acetal resin. 

[0064] Examples of the vinyl ether-series resins are homo-or copolymers of vinyl C<| _ 10 alkyl ethers; and copolymers 
of a vinyl C, 10 alkyf ether and a copolymerizable monomer (e.g., vinyl alkyl ether-maleic anhydride copolymers). 
[0065] Exemplified as the halogen-containing resins are polyvinyl chloride, polyvinylidene fluoride, vinyl chloride- 
vinyl acetate copolymer vinyl chloride-(meth)acrylate copolymers, and vinylidene chloride-(meth)acrylate copolymers. 

is [0066] included among the olefinic resins are homopolymers of olefins such as polyethylene and polypropylene; 
and copolymers such as ethylene-vinyl acetate copolymer, ethylene-(meth)acrylic acid copolymer, and ethylene- 
(meth) aery late copolymers. 

[0067] Included among the polycarbonate-series resins are bisphenol-based (e.g., bisphenol A-based) aromatic 
polycarbonates; and aliphatic poryca rbonates such as diethylene glycol bisallyl carbonate. 

20 [0068] Included among the polyester-series resins are aromatic polyesters using aromatic dicarboxylic acids such 
as terephthalic acid (e.g.. homopolyesters of polyC 2 . 4 alkylene terephthalates (such as polyethylene terephthalate and 
polybutylene terephthalate) or polyC 2 _ 4 alkylene naphthalates; copolyesters containing a C 2 _ 4 alkylene terephthalate 
and/or a C 24 alkylene naphthalate unit as a main component (e.g., 50% by weight); and aliphatic polyesters using 
aliphatic dicarboxylic acids such as adipic acid. The polyester-series resins include homo- or copolymers of lactones 

25 such as e-capro lactone. 

[0069] Exemplified as the polyamide-series resins are aliphatic polyamides such as nylon 46, nylon 6, nylon 66, 
nylon 610, nylon 612. nylon 11, and nylon 12; and polyamides obtained from dicarboxylic acids (e.g., terephthalic acid, 
isophthalic acid, adipic acid) and diamines (e.g., hexamethylenediamine, methaxylylenediamine). The polyamide- 
series resins may be homo- or copolymers of lactam such as e-capro lactam, and may be copolyamides, not restricted 
30 to homopolyamides. 

[0070] Of the cellulose derivatives, exemplified as the cellulose esters are aliphatic organic acid esters (e.g., cellu- 
lose acetates such as cellulose diacetate and cellulose triacetate; C^g organic acid esters such as cellulose propion- 
ate, cellulose, buty late, cellulose acetate propionate, and cellulose acetate butylate); aromatic organic acid esters (e.g., 
C 7 . 12 aromatic carboxylic acid esters such as cellulose phthalate and cellulose benzoate); and inorganic acid esters 

35 (e.g., cellulose phosphate, cellulose sulfate). Esters of mixed acids, such as esters of acetic acid/nitric acid and cellu- 
lose, can also be used. Included among the cellulose derivatives are cellulose carbamates (e.g., cellulose phenyl car- 
bamate) and cellulose ethers (e.g., cyanoethylcellulose; hydroxy-C 2 . 4 alkylcelluloses such as hydroxyethylcellulose and 
hydroxypropyicellulose; C^galkylcelluloses such as methylcellulose and ethylcellulose; carboxymethylcellulose and 
salts thereof, benzylcellulose, and acetylalkylcellulose). 

ao [0071] As the inorganic component, a transparent or semi-transparent inorganic component can be used, exam- 
ples of which are silicon oxides (e.g., glass, particularly no-alkali glass); inoragnic oxides such as zirconium oxide, alu- 
iminium oxide, zinc oxide, and mica; inorganic nitrides such as boron nitride; and inorganic halides such as calcium 
fluoride and magnesium fluoride. The inorganic component may be a composite material being a combination of two or 
more. For example, use can be made of a composite material of mica and boron nitride. 

45 [0072] The light-scattering layer comprises at least the resin component. For example, the light-scattering layer 
may be comprised of a plurality of resin components, or of one or a plurality of resin components and an inorganic com- 
ponent. 

[0073] The phase-separated structure of the light-scattering layer may be an isotropic bicontinuous phase structure 
or a particulates-dispersed structure. The brightness of the touch panel surface is improved over a wide range of field 

so of view by forming a light-scattering layer having a bicontinuous phase structure or a specific particulates-dispersed 
structure, for such light-scattering layer gives directivity to reflected light. Incidentally, the bicontinuous phase structure 
is sometimes referred to as "bicontinuous structure" or "a three-dimensionally continuous or connected structure", and 
usually means that a plurality of resin components (not limited to two components) constitute the structure and the 
phases of these constitutive polymers are individually continuous. So that the degree of anisotropy within the sheet is 

55 reduced, the bicontinuous phase structure of the light-scattering layer is practically isotropic, in other words, the size 
(average phase or domain distance) of each continuous phase forming the phase -separated structure is, even if meas- 
ured in any direction within the sheet, approximately the same. In the specification, the term "bicontinuous phase struc- 
ture" also means an intermediate structure being a coexistent state of a bicontinuous phase structure and a drop phase 
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structure (independent or isolated-phase structure). 

[0074] The bicontinuous phase structure is not only capable of giving higher light-scattering properties to the light- 
scattering layer but raising (e.g., maximizing) the intensity of light to be scattered at certain angles, so that high direc- 
tivity is given to the scattered light. Therefore, in the case of the fabrication of a reflection -type liquid crystal display 
5 device or a reflection -transmission -type liquid crystal display device using a touch panel having this light-scattering 
layer, it is possible to efficiently utilize such a light source as exterior light or a front light by adjusting the desired char- 
acteristics related to the field of view and the angle of directivity of scattered light. 

[0075] In the case of the light-scattering iayer having a bicontinuous phase structure, included among the preferred 
resins are styrenic resins, (meth)acrylic resins, vinyl ether-series resins, halogen-containing resins, polycarbonate- 
io series resins, polyester-series resins, polyamide-series resins, cellulose derivatives, silicone-series resins, and rubber 
or elastomers. 

[0076] Of these resins, in order to form a bicontinuous phase structure, there is used a combination of polymers 
which exhibit both compatibility and incompatibility (phase separation) at or above their glass transition temperatures. 
For example, use can be made of: a combination of polymers which is a coexistent system of high temperature phase- 

15 separated type (lower critical solution temperature; LCST-type), the polymers being compatible with each other at low 
temperatures but incompatible at high temperatures; or a combination of polymers which is a coexistent system of low 
temperature phase-separated type (upper critical solution temperature; UCST-type), the polymers being incompatible 
with each other at low temperatures but compatible at high temperatures. The bicontinuous phase structure can be 
formed by suitably adjusting the phase-separated structure of a resin composition (e.g., a resin composition in the form 

20 of a sheet) of the UCST or LCST type through spinodal decomposition. 

[0077] When the combination of polymer is a combination of a first polymer and a second polymer, the species 
thereof are not particularly restricted. For example, when the first polymers is a styrenic resin (e.g., polystyrenes, sty- 
rene-acrylonitrile copolymer), the second polymer may be a polycarbonate-series resin, a (meth)acrylic resin, a vinyl 
ether-series resin, a rubber, or an elastomer. 

25 [0078] The ratio of the first polymer to the second polymer is, for example, about 1 0/90 to 90/1 0 (weight ratio), pref- 
erably about 20/80 to 80/20 (weight ratio), more preferably about 30/70 to 70/30 (weight ratio), and particularly about 
40/60 to 60/40 (weight ratio). When the polymers are in an extremely ill-balanced ratio, upon the formation of a bicon- 
tinuous phase by spinodal decomposition, one of the polymer phases is liable to be non-continuous. This leads to a fail- 
ure in giving directivity to scattered light. 

so [0079] The average phase (domain) distance of the bicontinuous phase is, for example, about 1 to 20 urn, prefera- 
bly about 2 to 15 um, and more preferably about 2 to 1 0 um. 

[0080] Incidentally, the phase distance (the distance between the same phase) is measured by the image process- 
ing of a photomicrograph (e.g., a cofocal laser microscope). Moreover, it is also possible to obtain the phase distance 
"d" by, in the same manner as the manner of evaluating the directivity of scattered light which will later be described, 
35 measuring the scattering angle 6 at which the intensity of scattered light becomes maximum, and utilizing the following 
formula of Bragg reflection conditions: 

2d • sin(6/2) = X 

40 wherein "d" represents the phase distance, e represents the scattering angle, and A, represents the wavelength 

of light. 

[0081] The thickness of the light-scattering layer having a bicontinuous phase is, for example, about 1 to 100 um, 
preferably about 1 to 50 um, and more preferably about 1 to 30 urn 

[0082] On the other hand, the light-scattering layer having a particulates-dispersed structure comprises a transpar- 
45 ent base resin and a particulate component (a resin in the form of particulates, an inorganic substance in the form of 
particulates) dispersed in the transparent base resin, the index of refraction of the particulate component being different 
from that of the transparent base resin. 

[0083] Examples of the resins that form the preferred transparent base resin and the particulate component are sty- 
renic resins (e.g., polystyrenes), (meth)acrylic resins, olefinic resins (e.g., polyethylene, polypropylene), polycarbonate- 

50 series resins, polyester-series resins, polysulfone-series resins, polyamide-series resins (e.g., nylon 6, nylon 12, nylon 
612) and cellulose derivatives (e.g., cellulose acetate). In many cases, thermoplastic resins are used for forming the 
transparent base resin and the resin particulates (particularly, transparent base resin). 
[0084] The inorganic particulates can be made of any of the aforementioned inorganic components. 
[0085] In the case of the light-scattering layer having a particulates-dispersed structure, although the layer is highly 

55 light-scatterable, its light-scattering properties are in some cases degraded as the scattering angle becomes broader. 
That is, since the distribution of scattered light is similar to the Gaussian distribution, as the scattering angle becomes 
broader, the intensity of scattered light as a whole sometimes decreases. This may result in deterioration in brightness 
of the display surface. Therefore, the difference in index of refraction between the transparent base resin and the par- 
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ticulate component (e.g., resin particulates, inorganic particulates), the particle size of the particulate component, the 
ratio, the proportion of the particulates relative to the base resin (particle density), or others may suitably be adjusted to 
inhibit the back scattering and, consequently, give directivity to scattered light. 

[0086] When giving directivity to scattered light, the difference in index of refraction between the particulate com- 
5 ponent and the transparent base resin is, for example, about 0. 01 to 0.06, preferably about 0.01 to 0.05, and more pref- 
erably about 0.01 to 0.04. 

[0087] The mean particle size of the particulate component may for example be about 0.1 to 1 00 ujm, and preferably 
1 to 20 urn. 

[0088] The ratio of the particulate component to the transparent base resin is, for example, about 10/90 to 90/10 
10 (weight ratio), preferably about 15/85 to 60/40 (weight ratio), and more preferably about 15/85 to 40/60 (weight ratio). 
[0089] The average particle density (the proportion of the particulates relative to the base resin) of the particulate 
component may for example be about 1 to 100 (10 10 particulates/cm 3 ), and preferably about 4 to 80 (10 10 particu- 
lates/cm 3 ). 

[0090] The average particle density (the proportion of the particulates relative to the base resin) can be calculated 
15 by measuring the mean particle size and utilizing the following formula (I): 

Average particle density (the number of particulates/cm 3 ) = 1 cm 3 x Vs/[(4/3)tc (Ds x 1 0 ~ 4 /2) 3 ] (I) 

wherein Vs represents the proportion of the particulate component in the light-scattering layer (volume basis), n 
20 denotes the pie, and Ds represents the mean particle size (jim) of the particulate component. 

[0091] The thickness of the light-scattering layer having a particulates-dispersed structure is, for example, about 1 
to 400 urn, preferably about 1 0 to 300 u.m, and more preferably about 50 to 200 um. 

[0092] In the case of the light-scattering layer having a bicontinuous phase structure, the base is in many cases 
composed of a light-scattering layer and a base sheet. In this case, even if the light-scattering layer is thin, lamination 

25 of the light-scattering layer on the base sheet gives suitable strength to the base. In the case of the light-scattering layer 
having a particulates-dispersed structure, the base is in many cases solely constituted of a light-scattering layer. 
[0093] When constituting the base using a light-scattering sheet, for example, the base solely constituted of a light- 
scattering layer can be obtained by shaping the composition (particularly, the resin composition) of the light-scattering 
layer into a sheet. Moreover, the base composed of a base sheet and a light scattering layer can be obtained by lami- 

30 nating the base sheet with the above-mentioned composition by coating or other means. 

[0094] In further detail, when the light-scattering layer has a bicontinuous phase structure, the base can be formed 
by shaping a resin composition composed of a plurality of resins different in index of refraction into a sheet, subjecting 
the sheet to spinodal decomposition, and fixing the isotropic phase-separated structure thus induced. Moreover, the 
base can also be formed by coating or melt-laminating the surface of a base sheet with the above-mentioned resin com- 

35 position, and subjecting the laminated sheet, after being dried if necessary, to spinodal decomposition. 

[0095] The spinodal decomposition can be effected by heating the resin composition layer (or sheet) to phase sep- 
aration, the temperature for spinodal decomposition being not lower than the glass transition temperatures of the poly- 
mers and LCST but not higher than UCST (e.g., about 80 to 380°C, preferably about 140 to 300 °C). In the spinodal 
decomposition, as the phase separation proceeds, due to the action of surface tension, the polymer phases begin to 

40 form a bicontinous phase structure. With further application of heat, the continuous phases become non-continuous by 
the action of their own surface tensions, forming a drop phase structure (e.g., an islands-in-the-sea structure containing 
independent phases in ball-like or spherical shape). Therefore, a phase structure in a transitional state from the bicon- 
tinuous phase to the drop phase (i.e., intermediate structure of the bicontinuous phase structure and the drop phase 
structure) can also be formed by varying the degree of phase separation. 

45 [0096] The isotropic bicontinuous phase structure (or the intermediate structure of a bicontinuous phase structure 
and a drop structure) of the sheet (base) thus formed through spinodal decomposition can be fixed by cooling the sheet 
at or below the glass transition temperatures of the constitutive polymers (for example, at or below the glass transition 
temperature of the main polymer). 

[0097] Moreover, in the case of the light-scattering layer having a particulates-dispersed structure, the base can be 
so formed by dispersing the particulate component within the transparent base resin which is in a molten state, and then 
forming the mixture of the transparent resin and the particulate component into a film (or sheet) in accordance with such 
a conventional film forming method as casting or me It -extrusion. Also, the base can be formed by coating the mixture 
of the transparent base resin and the particulate component on the surface of a base sheet. 

[0098] When laminating the base or the polarized light separation layer with the light-scattering sheet, the sheet 
55 may be adhered thereto, or the resin composition of the light-scattering layer may be applied on the base or the polar- 
ized light separation layer by such a film forming method as coating or an extrusion lamination method to constitute a 
laminate (sheet). Particularly, in the case of lamination with the light-scattering layer in accordance with the film forming 
method using melting state which will later be described, as compared to the lamination by adhesion, the light-scatter- 
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ing layer as a layer of a substrate is more tightly joined to the other layers constituting the substrate (plate). This as a 
result prevents the quality of images from deteriorating when the touch panel and a liquid crystal display unit are used 
in combination 

[0099] In the case of lamination by adhesion, the light-scattering sheet may be adhered to the base or the polarized 

5 light separation layer by applying an adhesive onto part (e.g., periphery) or the entire surface of the base or that of the 
polarized light separation layer. Incidentally, the total light transmittance of the lamination is maintained higher in the 
case where the adhesive is applied over the entire surface than in the case where the adhesive is partially applied. 
Moreover, in the case of partial application, the generation of interference fringes is inhibited in a conventional manner, 
e.g., by dispersing particulates over the surface of the base. 

w [0100] The adhesive can be selected from acrylic resins, silicone-series polymers, polyester, polyurethane, rub- 
bers, and others, included among the preferred adhesives are those having an index of reflection being a value 
between the index of refraction of the resin forming a polarizing plate and that of the resin forming the substrate or base 
(e.g., transparent oase resin) as members of the liquid crystal display device which will later be described. 
[0101] Concrete examples of the acrylic adhesives are homo-or copolymers of (meth)acrylic acid C 2 _<i4alkyl esters 

is (e.g., ethyl ester, n-propyl ester, isopropyl ester). (Base) 

[0102] If the base in itself is light unscatterable, it is possible to adopt a plastic or glass as the material of the base. 
Preferred as the base is a plastic base. It is made possible to fabricate a lighter-weight and thinner touch panel by using 
a plastic base. As the resin for the base, a resin similar to that of the light-scattering layer can be used. In the case 
where a light-scattering layer having a bicontinuous phase structure and a base sheet are used in combination, since 

20 the bicontinuous phase structure is formed by spinodal decomposition, it is preferred that the base sheet is heat-resist- 
ant at a spinodal decomposition temperature. 

[0103] Included among the preferred resins for the plastic base are resins excellent in heat resistance and trans- 
parency, such as cellulose derivatives [e.g., cellulose acetates such as cellulose triacetate (TAC)], polyester-series res- 
ins [e.g., polyethylene terephthalate (PET), polybutylene terephthalate (PBT)], polyary late-series resins, polysulfone- 
25 series resins [e.g., polysulfones, polyethersulfone (PES)], polycarbonates-series resins [e.g., polycarbonates (PC)], 
polyolefinic resins, and polycyclicolefinic resins. The base may be a uniaxially or biaxially stretched sheet, and may be 
a stretched polyester sheet, such as a uniaxially or biaxially stretched PET sheet. 

[0104] In the case where the base is a laminate composed of a light-scattering layer and a base sheet, a sheet sim- 
ilar to the plastic base can be used. 

30 [0105] Especially, when provided with a polarized light separation layer, although it does not matter if the base is 
one with a phase difference (e.g., a uniaxially stretched PET sheet, a sheet formed by the following film forming method 
using melting state), the use of a base having a low index of birefringence is preferable. Exemplified as such base is a 
sheet having a phase difference of 50 nm or lower, preferably 30 nm or lower. A base having such a low phase differ- 
ence can be obtained by using, as the resin, polyethersulfone (PES) or cellulose triacetate (TAC), or others. 

35 [0106] The thickness of the base or base sheet is about 1 to 400 u.m (e.g.. 1 to 300 |irn), preferably about 1 0 to 300 
nm, and more preferably about 50 to 200 nm. If the base or base sheet is too thin, its strength becomes low. If the base 
or base sheet is too thick, the pressure sensitivity (e.g., responsiveness) upon input through the touch panel surface is 
degraded. 

[0107] When the base or base sheet is laminated with a light-scattering sheet, the thickness of the base or base 
40 sheet may be similar to or smaller than the values mentioned above. In this case, the thickness of the base or base 
sheet may be about 1 to 300 urn, preferably about 20 to 150 ^im. 

(Transparent Conductive Layer) 

45 [0108] A plate (substrate) is made by forming a transparent conductive layer on the base comprising a light-scat- 
tering sheet, or on the light non-scattering base. As the transparent conductive layer, use can be made of a layer of a 
conductive inorganic compound, such as a layer of a metal oxide [e.g., a layer of ITO (indium tin oxide), In0 2 , Sn0 2 , or 
of ZnO), and a tayer of a metal (e.g., a layer of Au, Ag, Pt, or of ZnO). Preferred as the transparent conductive layer is 
an ITO layer. 

so [0109] Electrodes or resistant layers of the touch panel can constituted of such transparent conductive layers. In 
order to eliminate static electricity, another transparent conductive layer as a static electricity eliminating layer (antistatic 
layer) may optionally be provided not on the base surface facing the other substrate but on the other surface of the base. 
For example, in the case where transparent conductive layers are provided one on each side of the substrate, one of 
which can be used as an electrode or a resistant layer, and the other as a static electricity eliminating layer. 

55 [0110] The thickness of the transparent conductive layer capable of functioning as an electrode or a resistant layer 
is, for example, 100 x 10" 8 cm to 2,000 x 10" 8 cm, preferably about 100 x 10~ 8 to 1,500 x 10* 8 cm, and more preferably 
about 1 50 x 1 0 8 to 1 ,000 x 1 0 8 The surface resistivity of this transparent conductive layer is, for example, about 1 0 to 
1 ,000 ft/a (e.g., 50 to 800 H/d), preferably about 15 to 500 QJa (e.g., 100 to 500 QJn), and more preferably about 20 
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to 300 n/b. 

[0111] The thickness of the transparent conductive layer capable of serving as a static electricity eliminating layer 
is about 1 0 x 1 0' 8 to 500 to 1 0- 8 cm, and preferably about 30 x 1 0" 8 to 300 x 1 0* 8 cm. The surface resistivity of this trans- 
parent conductive layer is, for example, about 0.5 to 1 00 kX2/d, preferably about 1 to 50 kll/d. 
5 [0112] The surface resistivity can be measured using a four-probe specific resistivity measuring device (manufac- 
tured by Kokusai Denki, K.K.). 

[0113] Concretely, in the substrate, the transparent conductive layer is laminated on at least one side of the base. 
When the base is a laminate of a light-scattering layer and a base sheet, the transparent conductive layer is provided 
on the light-scattering layer side or the base sheet side, and either will do. If the transparent conductive layer is provided 

w on the base sheet-side surface (good in thermal resistance) of the base, the reliability (stability) of the touch panel pro- 
duction process is improved. In this case, since the substrate has a three-layered structure laminated in the order of 
transparent conductive layer - base sheet - light-scattering layer, when used as the back base of a touch panel, the back 
base is placed with its transparent conductive layer to the front and the light-scattering layer to the rear. Therefore, when 
the touch panel is mounted on the front surface of a liquid crystal display unit, the light-scattering layer lies in contiguity 

is with the liquid crystal. This gives the display surface or screen higher image quality. 

[0114] The transparent conductive layer can be formed on the base by such a conventional method as sputtering, 
vapor deposition, ion plating, or coating. In the case where the transparent conductive layer is formed by vapor deposi- 
tion (e.g., in the case of deposition of ITO), in many cases, the surface of the base is previously provided with an anchor 
coat layer by depositing a non-conductive inorganic compound such as Si0 2 , or by coating a thermosetting or UV-cur- 

20 able resin, and then the transparent conductive layer is deposited thereon. Such pretreatment improves the strength or 
durability of the transparent conductive layer. 

[0115] The thickness of the substrate can be selected within the range of, for example, about 1 to 500 urn, prefer- 
ably about 10 to 400 jim, and more preferably about 50 to 200 urn. If the thickness exceeds 500 urn, the sharpness of 
a displayed image is deteriorated (blurred image). Moreover, if the thickness is less than 1 uin, the strength or handling 

25 easiness of the substrate deteriorates or becomes worse. 

[01 1 6] The substrate is highly light-scatterable in the forward direction. That is, despite its high haze value, the sub- 
strate has a high total light transmittance and a low reflectance. The haze value of the substrate is about, for example, 
10 to 60%, preferably about 15 to 50%, and more preferably about 20 to 40%. The total light transmittance is, for exam- 
ple, about 80 to 100%, preferably about 85 to 98%, and more preferably about 90 to 95%. The reflectance is, for exam- 

30 pie, 10% or lower (e.g., about 0 to 10%), preferably about 7% or lower (e.g., 1 to 7%), and more preferably about 1 to 

[0117] The haze value and the total light transmittance can be measured, in conformity with JIS K 7105, using a 
haze meter (manufactured by Nippon Denshoku Kogyo Co. LTD., NDH-300A). The reflectance can be figured out by, 
using a visible/ultraviolet ray spectrophotometer (manufactured by Hitachi, Ltd.) with a 60 <» integrating sphere inside 
35 and a sample piece placed on the incidence plane to be measured, irradiating the sample piece with a ray of 550 nm 
and measuring the coefficient of diffuse reflection (the coefficient of reflected light, not including light which perpendic- 
ularly impinged on the surface (zero incidence) and was mirror- reflected). 

[0118] Moreover, the substrate, when its light-scattering layer is in a certain phase-separated state, can give direc- 
tivity to scattered light. For example, the substrate may be one capable of directionally scattering light at a scattering 

to angle of about 3 to 60°, preferably about 5 to 50°, and more preferably about 10 to 40° (particularly, about 10 to 30°). 
[0119] The directivity of the scattered light can be measured using, as shown in Figure 1, a reflcetion-type LCD 
model device being a laminate of a polarizing plate 21, a vinyl acetate-series adhesive 29, a testing sheet 22, a color 
filter 28, a glass plate 23 (1mm thick), and an aluminium reflector 25. A laser beam (from laser, Nippon Kagaku Engi- 
neering, K.K., NEO-20MS) is directly and perpendicularly shot toward the reflection -type LCD model device, and then 

45 the intensity of light scattered by the sheet (intensity of scattering) is plotted against the scattering angle 6. If the sheet 
has directivity, the curve obtained by plotting will show a maximum or a shoulder (particularly, a maximum) within a spe- 
cific range of scattering angle G (excluding 0°) 

[0120] Incidentally, in the substrate, a base composed of a light-scattering layer and a base sheet, or of a light- 
unscatterable base may have a thermal expansion coefficient similar to that of a polarizing plate or a phase -contrast 

so plate (particularly, a polarizing plate) as a member of the liquid crystal display unit which will later be described. Since 
the substrate is in many cases laminated on a polarizing plate or phase-contrast plate of a liquid crystal display unit, 
adjustment of the thermal expansion coefficient of the base to a value almost equivalent to the thermal expansion coef- 
ficient of the polarizing plate or that of the phase-contrast plate inhibits detachment stresses from being induced 
between the substrate and the polarizing plate or between the substrate and the phase -contrast plate by thermal expan- 

55 sion or thermal shrinkage. For example, when the polarizing plate or the phase-contrast plate is made of a cellulose 
derivative, it is preferred that a cellulose derivative (e.g., cellulose acetate) is used as the resin for the light-scattering 
layer (e.g., transparent base resin) or as the material of the base sheet. 

[0121] The plate may incorporate a variety of additives, such as a stabilizer (e.g., an antioxidant, an ultraviolet ray 
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absorber, a heat stabilizer), a plasticizer, a coloring agent (e.g., a dye or pigment), a flame retardant, an antistatic agent, 
or a surfactant. If necessary, a surface of the substrate (particularly, the other side of the substrate in which which no 
transparent conductive layer is formed) may be provided with a variety of coat layers, such as an anticlouding layer or 
a mold-releasing layer. 

5 [0122] As the spacer for insulating the opposed transparent conductive layers from each other, for example, a 
spacer in the form of particles (dot spacers) can be used. The dot spacers are dispersed between the transparent con- 
ductive layers. When the operator touches on the panel for input of data, in response to the pressure applied, the con- 
ductive layers are switched from the non-conducting state into the conducting state at the position corresponding to the 
touched area, and as a result the input position is detected. The spacer, such as dot spacers, can be arranged between 

10 the transparent conductive layers by such a conventional method as printing or a particulates dispersing method. 

[0123] Although it does not matter if the mean particle size of the dot spacers is about 0.2 mm (e.g., about 0.01 to 
0.3 mm), for realizing smoother hand-input operation, the mean particle size may for example be about 0.1 mm or 
smaller (e.g., about 0.01 to 0.1 mm), preferably about 0.03mm (e.g., about 0.01 to 0.05 mm). 

[0124] The touch panel of the present invention can for example be used as a touch panel of the digital matrix-type 
15 or analog resistant layer-type. According to the type of the touch panel, the transparent conductive layers thereof may 
suitably be processed or treated. In the case of a touch panel of the digital matrix type, each of the transparent conduc- 
tive layers is processed so as to have a striped pattern (a set of bar-like electrodes), and the resultant patterned elec- 
trode (bars-like electrode) of one substrate (e.g., input-side substrate) and that of the other (e.g., non-input-side 
substrate) may be arranged so as to be in crossed relation (particularly, crossed at nearly a right angle). So that the 
20 conducting wires are connected to the bar-like electrodes with a silver paste, when the panel is touched, only the bar- 
like electrode corresponding to the touch position (input position) carries electricity and the touch position is detected. 
Patterning of the transparent conductive layers can be effected according to a resist-forming method, such as photoli- 
thography, or by etching the layers. 

[0125] In the case of a touch panel of the analog resistant layer type, both ends of each transparent conductive 

25 layer may be removed by, e.g., patterning, and replaced with busbars (e.g., silver busbars) to be connected to each 
transparent conductive layer. Then, the substrates may be so arranged that an array of busbars of one substrate (e.g., 
input-side substrate) and that of the other substrate (non-input-side substrate) are in crossed relation (particularly 
crossed at a nearly right angle (for example, one oriented in the X-axial direction, the other in the Y-axial direction)! 
When a voltage is applied to the pair of busbars on one substrate to produce a potential gradient (e.g., potential gradient 

30 in the X-axial direction) in its transparent conductive layer, a touch (input) on the panel causes electricity to flow through 
the other transparent conductive layer, and thus the touch position (X-coordinate) is detected. The two-dimensional 
coordinates (e.g.. X-coordinate, Y-coordinate) of the pressed area (input area) are detected by alternation of voltage 
application (for producing a potential gradient) to one set of busbars (e.g., busbars oriented in the X-axial direction) and 
detection of potential by the other set of busbars (e.g., busbars oriented in the Y-axial direction). The busbars can be 

35 formed by, for example, printing a silver past on the substrates and then baking. 

[0126] Figure 13 shows one embodiment of the substrate with such busbars. A base 30 is laminated with a trans- 
parent conductive layer 4, the layer 4 being approximately square. The periphery of the transparent conductive layer is 
removed by patterning and replaced by a pair of busbars 31 formed by printing and baking a silver paste, the busbars 
being arranged so as to be opposite to each other. The busbars 31 are so formed that their side edges and the trans- 

*o parent conductive layer 4 overlap. w 

[0127] On the substrate may be provided a conducting wire for conducting electricity to the busbars. Figure 1 4 illus- 
trates such substrate. On a base 30 is formed a nearly rectangular transparent conductive layer 4 with its periphery 
removed by patterning. As in the case of the touch panel shown in Figure 13, at edges of the transparent conductive 
layer 4 are formed a pair of busbars 31 by printing. In the area surrounding the transparent conductive layer 4, a silver 

45 paste is printed along an edge where no busbar is formed, and then baked thereby to form a pair of conducting wires 
32 individually connected to the busbars. 

[0128] On the input screen of the touch panel may be formed a scratch-resistant layer (hard layer). The hard layer 
protects a member provided on the input screen of the touch panel (e.g., polarized light separation layer, light-scattering 
layer, static electricity eliminating layer, base) and prevents the member from being damaged by fingers or pens upon 

so input, improving the durability of the touch panel. 

[0129] As the hard layer, there is exemplified a resin layer formed by hardening a curable monomer or resin (e.g., 
a light-cured resin layer of a (meth)acrylate-series monomer, such -as silicone acrylate, epoxy acrylate, acrylic acid 
ester, or urethane acrylate; a thermoset or light-cured resin layer of a light- or thermosetting resin). Incidentally, it is pos- 
sible to make the touch panel antidazzle by forming a light-scattering hard layer by dispersing a light-scatterable com- 

55 ponent (e.g., a particulate Si0 2 -series material, such as siloide) in the above mentioned resin layer. In this case, 
although the light-scattering hard layer scatters reflected light and prevents the occurrence of mirror reflection, the def- 
inition of images displayed on a liquid crystal display device is degraded, for the degree of backscattering is high and 
consequently the transmittance decreases. Particularly, Since a touch panel having a light-scatterable substrate has 
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already been provided with a forward light-scatterable layer with a low degree of backward scattering, the hard layer to 
be formed is in many cases a cured or hardened resin layer of a curable monomer or resin. The touch panel thus 
obtained is excellent in light transmittance, light-scattering properties, and durability. 

5 [Liquid Crystal Display Device] 

[0130] The above-mentioned touch panel in combination with a liquid crystal display panel constitutes a touch 
panel-equipped liquid crystal display In the liquid crystal display device, the touch panel is usually mounted on the front 
surface of the liquid crystal display unit. 
io [0131] Figure 2 is a schematic sectional view showing a liquid crystal display device using one embodiment of the 
touch panel of the present invention. The liquid crystal display device of Figure 2 comprises a liquid crystal display unit 
2 and a touch panel 1 placed in front of the unit 2 (liquid crystal display surface-side). 

[0132] in the touch panel 1 of Figure 2, a pair of substrates 5A and 5B, each composed of a light-scattering layer 
3A (or 3B) as a base and a transparent conductive layer 4A (or 4B) provided on one side of the base, are arranged such 
15 that the transparent conductive layers 4A and 4B face each other. A spacer 6 present between the substrates insulates 
the transparent conductive layers 4A and 4B from each other. In the touch panel 1 , on the front surface of the front-side 
substrate 5A is formed a hard layer 7. 

[0133] In the liquid crystal display unit 2 used in combination with the touch panel 1 , a front base 8 on which a trans- 
parent conductive layer (transparent conductive electrode) 4c is formed, and a back base 10 on which a light-reflective 

20 conductive layer (light- reflective electrode) 9 is formed are so arranged that the conductive layers (electrodes) 4c and 
9 face each other. The unit 2 has, between the bases 8 and 10, a liquid crystal cell 12 in which a liquid crystal 1 1 is 
confined. On the surface of the front base 8, not the surface provided with the conductive layer but the other one, is pro- 
vided a polarizing plate 13 via a phase-contrast plate 14. That is, this liquid crystal display unit is a reflection-type liquid 
crystal display unit having a back base laminated with a light- reflective layer, and an image formed by the liquid crystal 

25 layer 1 1 , through the front base 8 and the phase-contrast plate 1 4, is observable from the polarizing plate 1 3 side. Since 
the liquid crystal display unit is capable of effectively utilizing incident light entered through the front surface (e.g., nat- 
ural light, exterior light, front light), there is no need for the display unit to be illuminated by a backlight from behind. 
[0134] Even if placed on the front surface (image display surface) of the liquid crystal display unit, the touch panel 
of the present invention (touch panel having a light-scattering substrate) does not make the liquid crystal display surface 

30 seem to be yellowish, for the Nght-transmittance of the touch panel is high. Moreover, since the touch panel is capable 
of preventing the occurrence of mirror-reflection at the touch panel surface and therefore is highly light-scatterable, it is 
possible to provide a liquid crystal display device featuring high luminance, antidazzle properties, and high visibility. Fur- 
ther, since the touch panel of the present invention is light-scatterable, the touch panel can be used in combination with 
a mirror-reflective liquid crystal display unit having no light-scattering plate, and a liquid crystal display device consti- 

35 tuted of such combination is thinner but still holding its high visibility. 

[0135] A variety of touch panels (touch panels having a light-scattering substrate) are exemplified as the touch 
panel to be used in combination with the liquid crystal display unit, such as a touch panel both of the front and back 
substrates of which are light-scatterable, and a touch panel in which either the front-side substrate or the back-side sub- 
strate is light-scatterable. Incidentally, when the light-scattering layer lies in contiguity with the liquid crystal display unit, 

40 like the case where the light-scattering layer is formed on the back-side base of the touch panel or where the light-scat- 
tering sheet is laminated on the surface of the back-side base (particularly, the surface on the liquid crystal display unit 
side), an image is displayed with higher quality. 

[0136] A circularly polarized light transmission -type touch panel having a polarized light separation layer is put to 
good use when used in combination with a liquid crystal display unit having either a polarizing plate or a phase -contrast 

45 plate (or neither a polarizing plate nor a phase-contrast plate) (hereinafter, referred to as a liquid crystal display unit of 
the circularly polarized light-using type). Moreover, a linearly polarized light transmission-type touch panel having both 
a polarized light separation layer and a phase-contrast layer can be used in combination with, besides the above- 
described liquid crystal display unit of the circularly polarized light-using type, a liquid crystal display unit in which a 
polarizing plate or a phase -contrast plate is provided in front of the liquid crystal layer. 

50 [0137] Figure 17 is a schematic sectional view showing a liquid crystal display device constituted of a circularly 
polarized light transmission-type touch panel and a liquid crystal display unit of the circularly polarized light-using type. 
That is, in this liquid crystal display device, the touch panel 1i of Figure 15 is mounted on the front surface of a liquid 
crystal display unit 2c. This liquid crystal display unit 2c is of the reflection type, comprising a front base 8 provided with 
a transparent conductive layer (transparent conductive electrode) 4c, and a back base 1 0 provided with a light-reflective 

55 conductive layer (light-reflective electrode) 9, the front base 8 and the back base 1 0 being so arranged that the conduc- 
tive layers (electrodes) 4c and 9 are in face-to-face relation. In a space between the bases 8 and 10 is confined a liquid 
crystal 11. The direction of alignment (director) of the liquid crystal 11 is reversibly controllable by applying a voltage 
thereto [for example, in a direction nearly perpendicular (the direction of thickness of the liquid crystal layer) or parallel 
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there can be used another type of a display unit, such as a reflection-transmission-type liquid crystal display unit, a 
transmission-type liquid crystal display unit, and others. Since the reflection-transmission-type liquid crystal display unit 
is as excellent in portability as the reflection -type liquid crystal display unit, it is suitable for use in combination with the 
touch panel of the present invention. The reflection-transmission-type liquid crystal display unit can be fabricated by, for 

5 example, making part of the light- reflective electrode of a reflection-type liquid crystal display unit transparent or half- 
mirrored. In such reflection-transmission-type liquid crystal display unit, incident light from the front surface (e.g., exte- 
rior light) is reflected by a light-reflective electrode or a half-mirrored electrode. On the other hand, light from the reverse 
side (e.g., light from a backlight) passes through the transparent or half-mirrored electrode to the front surface. In the 
case where the touch panel, is of the linearly polarized light transmission type, a transmission-type liquid crystal display 

70 unit may be used. 

[0144] The liquid crystal display unit to be used in combination with the touch panel of the present invention may 
be of the simple matrix (passive) type (e.g., STN) or the active matrix type (e.g., TN-TFT). The liquid crystal display unit 
may be one with two polarizing plates having different light polarizing properties or one with a single polarizing plate. 
The single polarizing plate-type liquid crystal display unit may for example be one with a single polarizing plate com- 
15 bined with any of a variety of modes (e.g., twisted nematic liquid crystal mode, optically compensated bend mode (R- 
OCB), homogeneous (planar) alignment mode). 

[0145] As the liquid crystal, a nematic liquid crystal which shows negative dielectric anisotropy (n-type) can be 
used. Such liquid crystal is available from Merck Japan Ltd. under the trade name * , ZLI-2857 U , "ZLl-4750", "ZLI-4788", 
or u ZLI-478-000 M . The thickness of the liquid crystal layer may for example be about 1 to 20 um, preferably about 3 to 
20 12 urn. 

[0146] When aligning the molecules, an alignment film for aligning the molecules of the liquid crystal (e.g., for align- 
ing the molecules such as to be perpendicular to the base) may be formed on each of the electrodes of the liquid crystal 
display unit by coating, or other means. Used as the alignment film is in many cases a polyimide-series alignment film 
(e.g., homeotropic alignment film). 
25 [0147] Of the conductive layers of the liquid crystal display unit, the transparent conductive layer may be the same 
as that of the touch panel (e.g.. ITO (indium tin oxide)). 

[0148] The material of the base of the liquid crystal display unit is not particularly restricted, examples of which are 
glass and plastics. Preferred as the base is a plastic base. The plastic base makes possible a lighter-weight and thinner 
liquid crystal display device. 

30 [0149] In the case of the glass base, the thickness of the base is, for example, about 0.1 to 3 mm, preferably about 
0.1 to 1 mm. Moreover, in the case of the plastic base, the thickness is, for example, about 1 to 1,000 um, preferably 
about 100 to 800 um. 

[0150] In. the liquid crystal display unit, the polarizing plate and the phase-contrast plate are not necessarily 
required. Even if required, the number of polarizing plates or phase-contrast plates are not particularly limited. Moreo- 

35 ver, insofar as the polarizing plate or the phase -contrast plate is placed in front of the liquid crystal layer, there is no par- 
ticular restriction as to where they are to be positioned. Further, in this case, if necessary, the liquid crystal display unit 
may be laminated with a light-scattering plate for giving light-scattering properties to the unit (e.g., a light-scattering 
plate made with the above-described light-scattering sheet), a means for displaying images in color (e.g., color filters 
such as three primary color filter), or others. 

40 [0151] For illuminating the input screen of the touch panel, the liquid crystal display device may be provided with, 
at a suitable position, a light source for illuminating the front surface of the liquid crystal display device (e.g., a front 
light). Concretely, the front light may be provided between the liquid crystal display unit and the touch panel, on the front 
surface of the touch panel (particularly, between the liquid crystal display unit and the touch panel), or the side of the 
touch panel or the liquid crystal display unit. Even when exterior light is so weak that brightness is unsatisfactory (e.g., 

45 in cases the visibility of the display is low), such front light illuminates the input screen of the touch panel from the front 
or the side, and is capable of uniformly scattering light over the entire surface of the input screen. For example, a front 
light capable of illuminating the interface of the liquid crystal display unit and the touch panel makes the liquid crystal 
display surface brighter, for light given off by the front light directly enters the liquid crystal display unit without being 
transmitted through the touch panel. 

50 [0152] In the case where the liquid crystal display unit is of the transmission -type or the reflection -transmission -type 
(particularly, reflection-transmission-type), the unit may be provided with a backlight for illuminating the display surface 
from behind (from the rear side). 

[0153] Included among the preferred liquid crystal display units are TFT color liquid crystal display units with a sin- 
gle polarizing plate (e.g., a reflection -type liquid crystal display unit, a reflection-transmission-type liquid crystal display 
55 unit with a backlight), and STN reflection-type color liquid crystal display units which may be equipped with a front light. 
[0154] The liquid crystal display device can be obtained by mounting the touch panel on the front surface (the sur- 
face where images are displayed) of the liquid crystal display unit. The touch panel and the liquid crystal display unit 
are combined into one by, for example, forming an adhesive layer (e.g., a layer of an adhesive) on the surface to paste 
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EXAMPLES 



" ^^rjTK^^^-^ — * — , to , „ 

(1) Total light transmittance: 

(2) Haze value: 

40 ^SL^^^Zj^S. USin9 3 h3Ze m6ter (manUfa — d by Nippon DenshoKu Kogyo Co. LTD., 

(3) Reflectance 

50 (4) Surface resistivity 

bySusai ?eV k L KX 6 )"" 5 '^ """"" ^ * SpeCifiC resistivity -asuring device (manufactured 

55 (5) Scratch resistance (hardness) 

[0162] The scratch resistance was evaluated utilizina a kev-strnk* toot • 
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20 mm diameter, and the load applied by a key-stroke was about 150 g. In the test, it is also possible to measure the 
switching behavior of the touch panel at the time of strike. After struck a million times, whether the sheet got scratched 
or not was visually examined. 

5 Example 1 

[0163] The touch panel shown in Figure 3 was fabricated as follows. 

[0164] In 900 parts by weight of a mixed solvent of methylene chloride/methanol (9/1 (weight ratio)) was dissolved 
80 parts by weight of flaky cellulose triacetate (Daicel Chemical Industries, Ltd., LT-105). The solution was mixed with 
w 20 parts by weight of polymethyl methacrylate (PMMA)-series particulates (Sekisui Plastics Co. Ltd., MBX-2), and a 
light-scatterable base (a light-scattering layer 3a) was formed by flow-casting the mixture and then drying (thickness of 
sheet: 150 urn, total light transmittance: 92%, Haze value: 30%, Reflectance: 3%). 

[0165] A substrate 5a was obtained by forming an ITO transparent conductive layer 4a (thickness: 0.045 urn) on 
one side of the base by sputtering. The surface resistivity of the transparent conductive layer 4a was 1 00 n/n, and the 

is total light transmittance of the substrate 5a was 92%. The haze value of the substrate 5a was 30%. 

[0166] By a resist forming method and etching, the transparent conductive layer was patterned to remove its 
periphery and make the layer approximately rectangular. On the surface of the base from which the transparent con- 
ductive layer had been removed, a silver paste was printed along two opposing edges of the rectangular transparent 
conductive layer such that each printed silver paste and the transparent conductive layer overlap, and then baked to 

20 form busbars. In addition, along an edge where the busbar is not formed, on the surface of the base from which the 
transparent conductive layer had been removed was formed conducting wires by printing the silver paste and baking 
(Figure 14). A resistant layer-type analog touch panel 1a was fabricated by arranging the patterned two substrates (5a, 
5b) such that the transparent conductive layers (4a, 4b) was in face-to-face relation with a dot spacer 6 therebetween. 
The substrates were arranged such that the pair of busbars of the substrate 5a and that of the substrate 5b were in 

25 orthogonal relation. 

[0167] In order to produce a potential gradient of 0 to 5 volts, a voltage of 5 volts was alternately applied to the two 
resistant layers (4a, 4b) via the busbars each for a period of time allocated. The surface of the touch panel was pressed 
with a finger or a pen, and the coordinates of the pressed position were determined by detecting the potential gradient 
at the pressed position of the voltage-applied resistant layer, and converting the detected potential gradient from analog 
30 to digital via the other resistant layer. The coordinates of the pressed position was accurately determined. 

[0168] The touch panel 1a was examined under a fluorescent lamp, and it was found that the amount of mirror- 
reflected light was reduced. Moreover, the touch panel 1a was mounted on an image forming surface, and an image 
displayed on the image forming surface was examined. The sharpness (less blurred image), contrast, and the definition 
of the image were as good as they had been and nothing was degraded. 

35 

Comparative Example 1 

[0169] The touch panel 1 b shown in Figure 4 was fabricated as follows. 

[0170] A plate 5a (total light transmittance: 92%, Haze value: 0.5%, reflectance: 5%) was fabricated by forming, as 
40 in Example 1, an ITO transparent conductive layer 4a (thickness: 0.045 urn) on one side of a transparent biaxially- 
stretched polyethylene terephthalate sheet (thickness: 175 um) as a base sheet 16a. 

[0171] Using the substrate thus made, a resistant layer-type analog touch panel 1b was fabricated in the same 
manner as in Example 1 . 

[0172] The touch panel 1 b thus fabricated was mounted on an image forming surface, and an images displayed on 
45 the image forming surface was examined through the panel 1c under a fluorescent lamp. Light from the fluorescent 
lamp was mirror-reflected, so that the surface of the touch panel dazzled (with glare) and the visibility of the image was 
insufficient. 

Example 2 

50 

[0173] Except that a pair of substrates constituting the touch panel 1 c shown in Figure 5 was the combination of the 
substrate 5b of Example 1 and the substrate 5c of Comparative Example 1 , the touch panel was fabricated in the same 
manner as in Example 1. 

[0174] With the substrate 5c of Comparative Example 1 to the front (as front base) and the substrate 5b of Example 
55 1 to the back (as back base), the visibility of the touch panel was examined. That is, the touch panel 1c was illuminated 
from the front base 5c side with a fluorescent lamp and, as in Example 1, the visibility of the surface of the front base 
was examined. As in the case of the touch panel of Example 1 , the degree of mirror-reflection was low and the touch 
panel had high image visibility (sharpness, contrast, and definition of images). 
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Example 4 

EEI2 t0UCh Pane ' 1 6 ° f Fi9ure 7 was fabricated as follows 

Sea, KKl^^ ™- manUfeCtUred by E — 

of a general-purpose polystyrene-series resTn Vgpps ml „ ? ! ! transparent base rcsi " and 10 parts by weight 
index of refraction: 1 .SS^rLTn ^SZSfXJ -7^22 4 IT^ 8 ' ^ GPPS#3 °' 

kneaded by a banbury mixer The resin comoosirinn kn» J°Jh T I 4 h0Urs Then ' the resins were 

ot me touch panel of ComparMi.V I Ex.ropT? **""* ^ e ' Ch 01 »" ,r ° m b » e »"» •» »** b-« 

"£> Example 5 

rmSS I hC t£ L UCh Pane ' 1 f Sh ° Wn in Rgure 8 was fabricated as follows 

one il t^tti iayer 3e in the form ° f a sheet > ™ *»« 

mittance of 91 %, a haze value of 26%. and arc ectance o Z A ° f 1 3 ° ^ 3 t0ta ' li9ht tranS " 
side of the laminated sheet with an ITO U^^^^J^T^ & fab " 0 - d * «- «"« 

[0186] Except for the absence of the hard layer 7b. a substrate 5f was made in the same manner as that described 
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Comparative Example 2 

[0190] The touch pane! 1g shown in Figure 9 was fabricated as follows. 

[0191] One side of the base sheet 16a of Comparative Example 1 was laminated with a hard layer 7c containing 
5 SiOp-series (siloide-series) particulates to constitute a non-glare hard coat sheet. The laminated sheet had a total light 
transmittance of 77%. a haze value of 88%, and a reflectance of 15%. A substrate 5k was made by, as in Example 1 , 
laminating the other side of the base sheet (not on the surface laminated with the hard layer 7c but on the other surface) 
with an ITO transparent conductive layer 4a. 

[0192] The touch panel 1 g was fabricated using the substrate 5k having a hard layer as the front substrate and the 
io substrate 5d of Comparative Example 1 having no hard layer 1 as the back substrate. 

[0193] The touch panel 1g was examined under a fluorescent lamp, and it was found that the amount of mirror- 
reflected light was lower. However, the visibility of an image observed through the touch panel 1a mounted on an image 
forming surface was found to be remarkably degraded, and it was hard to recognize the image. 

15 Example 6 

[0194] The liquid crystal display device of Figure 1 0 was fabricated by adhering the touch panel of Example 1 to the 
outer surface of a polarizing plate of a reflection -type liquid crystal display unit (STN-type) 2a and then forming a hard 
layer on the front surface of the touch panel. 

20 [0195] In further detail, in the reflection -type liquid crystal display unit 2a, a transparent front base 8 one side of 
which is provided with a transparent conductive layer (transparent conductive electrode) 4c, and a back base 10 pro- 
vided with a light-refiective conductive layer (light-reflective electrode) 9 are arranged such that the conductive layers 
(electrodes) 4c and 9 are in tace-to-face relation. Between the bases 8 and 1 0 is present a liquid crystal cell 12 in which 
a liquid crystal 1 1 is confined. The other side of the front base 8 (not the surface provided with the conductive layer but 

25 the other one) is laminated with a light-scattering plate 15, and a polarizing plate 13 is laminated on the light-scattering 
plate 15 via a phase-contrast plate 14. 

[0196] The constitutive members of the reflection-type liquid crystal display device were those listed below. 

Polarizing plate 13: polarizing film for liquid crystal display (NPF) (manufactured by Nitto Denko Corporation) 
30 Phase-contrast plate 14: phase-contrast film for liquid crystal display (NRF) (manufactured by Nitto Denko Corpo- 

ration) 

Front base: glass base (thickness: 0.7 mm) 
Back bas.e: glass base (thickness: 0.7 mm) 

Transparent conductive layer 4c: ITO transparent conductive layer patterned by photolithography 
35 Reflective conductive layer 9: aluminium layer (formed by depositing aluminium on a glass base) patterned by pho- 

tolithography 

Alignment film: polyimide-series alignment film 

Liquid crystal 1 1: nematic liquid crystal ZLI-4750 having a negative dielectric anisotropy (n-type) (thickness of liquid 
crystal layer: 7 um) 

40 

[0197] The touch panel and the liquid crystal display 2a were bonded together at the interface of the polarizing plate 
and the touch panel with a double-stick tape applied along its margin. 

[0198] This touch panel-equipped reflect! on -type liquid crystal display device was allowed to display an image 
under a fluorescent lamp. Compared to the case with no touch panel, the degree of mirror-reflection was lower, and the 
45 image quality and brightness of the device were almost the same. The image displayed on the touch panel was vivid. 

Comparative Example 3 

[0199] Except that the touch panel of Comparative Example 2 was used, the reflection-type liquid crystal display 
so device of Figure 1 1 was fabricated in the same manner as in Example 6. 

[0200] This touch panel-equipped reflection-type liquid crystal display device was allowed to display an image 
under a fluorescent tamp. So that light from the fluorescent lamp was mirror-reflected and the display screen dazzled 
(glare), it was hard to recognize the image. 

55 Example 7 

[0201] The liquid crystal display device of Figure 12 was fabricated in the same manner as in Example 6, with the 
exception that the liquid crystal display unit was one with no light-scattering plate. 
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30 Example 9 
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Light-scattering plate 15: a sheet comprised of 100 parts by weight of a transparent base resin (PETG, manufac- 
tured by Eastman Chemical Company, index of refraction: 1.567) within which 15 parts by weight of a resin in the 
form of particulates is dispersed (crosslinked PS particulates, manufactured by Sekisui Plastics Co. Ltd. index of 
refraction: 1 .59, mean particle size: 8 um). 
5 Bases 8 and 1 0: glass base (thickness: 0.7 mm) 

Transparent conductive layer 15: ITO transparent conductive layer patterned by photolithography 
Reflective conductive layer 9: aluminium layer (formed by depositing aluminium on a glass base) patterned by pho- 
tolithography 

Alignment film: polyimide-series alignment film 
10 Liquid crystal 11: nematic liquic crystal ZL1-4750 having a negative dielectric anisotropy (n-type) (thickness of liq- 

uid crystal layer: 7 ^im) 

[0211] The touch panel 1j and the liquid crystal display 2e were bonded together at the interface between the 
phase-contrast layer 34 of the touch panel and the polarizing plate 1 3 of the liquid crystal display unit 2e with a double- 
ts stick tape applied to its margin. 

[0212] Although the liquid crystal display device of Example 11 incorporates the touch panel, double or multiple 
imaging is inhibited. In addition, the display screen of the device is bright and the visibility is excellent, for light entered 
the touch panel through its input screen passes through the liquid crystal layer at a high rate. 

20 Comparative Example 5 

[0213] The liquid crystal display device shown in Figure 22 was fabricated in the same manner as in Example 11 
with the exception that the touch panel incorporated therein was the touch panel 1k of Comparative Example 4. 
[0214] The liquid crystal display device is poor in visibility, for light entered the touch panel 1k through its input 
25 screen is reflected at numbers of interfaces and exits through the input screen, making an image displayed seem dou- 
ble. Moreover, the amount of light entered touch panel is cut in nearly half by the polarizing plate 1 3, and part of the light 
transmitted through the polarizing plate 1 3 is reflected before reaching the liquid crystal layer, and exits the touch panel 
through its input screen. Therefore, the liquid crystal display screen seems dark. 

30 Example 12 

[0215] The liquid crystal display device shown in Figure 17 was fabricated using the touch panel 1i of Example 9. 
The constitutive members of its liquid crystal display unit were similar to those used in Example 11. 
[0216] This liquid crystal display device is, though equipped with a touch panel on its front surface as in the case of 
35 the liquid crystal display device of Example 1 1 , excellent in visibility. 

Example 13 

[0217] The liquid crystal display device shown in Figure 23 was fabricated by mounting the touch panel 1m of 
40 Example 10 on the front surface of a liquid crystal display unit 2d similar to that of Example 1 1 , with the exception that 
the unit 2d was not provided with a light-scattering sheet. 

[0218] Since light to be reflected at the input screen of the touch panel is suitably scattered, this liquid crystal dis- 
play device is remarkably excellent in visibility. In addition, there is not need for the liquid crystal display unit to be pro- 
vided with a light-scattering sheet. 

45 

Claims 



1 . A touch panel comprising a pair of substrates each composed of at least a transparent conductive layer and a base 
and arranged such that the substrates are spaced apart and the transparent conductive layers face each others 
so which has at least one feature selected from: 

(1 ) at least one of the substrates is light-scatterable; and 

(2) a polarized light separation layer capable of transmitting certain circularly polarized light is provided in front 
of the transparent conductive layer of the substrate for touch input. 



55 



2. A touch panel according to claim 1 , wherein the substrate has a light-scattering layer. 

3. A touch panel according to claim 1, wherein the base is solely constituted of a light-scattering layer, or a laminate 
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of a light-scattering layer and a base sheet. 
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4. A touch panel according to claim 1 , wherein the base is laminated with a sheet having a light-scattering layer. 

5. A touch panel according to claim 1 , wherein a light-scattering layer is formed on the base of the input-side substrate 
or the polarized light separation layer. 

6. A touch panel according to claim 5, wherein the light-scattering layer is positioned in front of the polarized liqht sep- 
aration layer. ' y K 

7. A touch panel according to claim 1 , wherein the light-scattering substrate is capable of directing scattering light at 
a scattering angle of 3 to 60°. 

8. A touch panel according to claim 1 , wherein a phase-contrast layer is provided on an element or member posterior 
15 to the polarized light separation layer. 

9. A touch panel according to claim 8, wherein the phase-contrast layer is formed on an element or member posterior 
to the transparent conductive layer of the opposite substrate. 

20 10. A touch panel according to claim 8, wherein the phase-contrast layer comprises a laminate of a layer producing a 
phase difference of 1 00 to 200 nm and a layer producing a phase difference of 200 to 400 nm. 

11. A touch panel according to claim 1 , wherein the polarized light separation layer comprises a cholesteric liquid crys- 
tal phase and is capable of selectively reflecting circularly polarized light of wavelength 300 to 900 nm. 
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12. A touch panel according to claim 2, wherein the light-scattering layer comprises a plurality of components having 
different indexes of refraction, and at least one of which is a resin. 

1 3. A touch panel according to claim 1 2, wherein the light-scattering layer comprises a plurality of components different 
30 in index of refraction by 0.01 to 0.2. 

14. A touch panel according to claim 12, wherein the light-scattering layer has a phase-separated structure. 

15. A touch panel according to claim 12, wherein the light-scattering layer has an isotropic bicontinuous phase struc- 
35 ture. 

16. A touch panel according to claim 12, wherein the light-scattering layer has a particulates-dispersed structure in 
which a particulate component is dispersed in a transparent base resin, the particulate component being at least 
one member selected from resin particualtes and inorganic particulates and having an index of refraction different 

40 from that of the transparent base resin. 

17. A touch panel according to claim 16, wherein the particulates-dispersed structure is formed by forming a molten 
thermoplastic transparent base resin containing the particulate component into a film. 

45 18. A touch panel according to claim 1, wherein the front surface of the substrate for touch input is provided with a 
scratch -resistant layer. 

19. A touch panel according to claim 1 , wherein each substrate is provided with busbars connecting to each transpar- 
ent conductive layer, and the set of busbars on one substrate and that of the other substrate are nearly in orthoa- 

so onal relation. y 

20. A liquid crystal display device, which comprises a liquid crystal display unit and the touch panel recited in claim 1 
wherein the touch panel is mounted on the front surface of the liquid crystal display unit. 

55 21. A liquid crystal display device according to claim 20, wherein a polarizing plate is provided on the front surface of 
the liquid crystal display unit via a phase-contrast plate, and the touch panel recited in claim 8 is mounted on the 
polarizing plate. 
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22. A liquid crystal display device according to claim 20, wherein the liquid crystal display unit is a reflection-mode liq- 
uid crystal display unit or a reflection-transmission -mode liquid crystal display unit. 

23. A liquid crystal display device according to claim 22, which comprises a light source for illuminating the front surface 
5 of the liquid crystal display device. 

24. A liquid crystal display device according to claim 20, wherein the liquid crystal display unit has mirror- reflecting 
properties. 
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FIG. 1 




FIG. 2 
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FIG. 10 
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FIG. 12 
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FIG. 14 
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FIG. 15 
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FIG. 17 
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